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@) Diamond-like carbon coatings. 



@ A method for depositing a diamond-like coat- 
ing upon a substrate, including the operations 
of depositing upon a substrate material a found- 
ation layer of a material known to be conducive 
to the fonmation of diamond-like carbon as 
hereinbefore described, and then depositing a 
layer of diamond-like carbon upon the found- 
ation layer. 
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The present invention relates to the deposition of 
hard carbon coatings and In particular those which 
have a structure similar to that of diamond. 

Because of their potential for high wear resist- 
ance, low coefficient of friction and chemical virtues, 
hard and coherent layers of carbon are being investi- 
gated for a variety of tribological applications. Ideally, 
the coatings should be of diamond, but is has proved 
difficult to deposit continuous crystalline diamond 
layers with good adherence upon certain technologi- 
cally important substrate materials. These difficult 
materials include steels, nickel alloys, cobalt cemen- 
ted tungsten carbide and most substances containing 
transition metal elements. Substrate materials favour- 
able for the deposition of diamond include diamond 
itself, silicon, silicon carbide and other materials in 
which It is believed that conditions are present which 
enable hetero-epltaxy to occur. 

An alternative to the deposition of diamond is the 
deposition of so-called diamond-like carbon coatings. 
Diamond-like cartoon is distinct from both diamond 
and graphite. It is amorphous and is characterised by 
having planar Spa Interatomic bonding (as in graphite) 
rather than Sp2 bonding (as in diamond) but It has a 
hardness approaching that of diamond. The mechani- 
cal, optical and other characteristics of diamond-like 
cart)on stem from its amorphous nature and the abs- 
ence of graphitic microcrystallites. 

A method of depositing cart>on by an ion-assisted 
process has been described previously in United 
Kingdom patent specification 2,122,224. In this pro- 
cess a source of hydrocarbon vapour Is placed in a 
vacuum chamber near to work-pieces that simul- 
taneously are bombarded with energetic Ions, for 
example, nitrogen ions. The ion bomt>ardment causes 
the decomposition of hydrocart>on molecules on the 
suriiace of the work-pieces to provide a coating of hard 
and adherent carbon. 

However, this procedure does not always pro- 
duce amorphous diamond-like carbon. By means of 
laser Raman spectroscopy it has been shown that this 
is so only on favourable substrate materials such as 
silicon, alumina, silicon nitride and other ceramics. In 
the case of steel, nickel, germanium and other similar 
materials it appears that the growth of graphitic micro- 
crystals occurs and this is correlated with the for- 
mation of a soft coating with poor tribological 
properties. 

The present Invention provides a method by 
means of which hard diamond-like carbon coatings 
can be deposited in a wide range of substrates Includ- 
ing those at present known to be unfavourable for the 
deposition of such coatings. 

According to the present invention there is pro- 
vided a method for depositing a diamond-like carbon 
coating upon a substrate, including the operations of 
depositing upon a substrate material a foundation 
layer of a material known to t>e conducive to the for- 



mation of diamond-like carbon as hereinbefore 
defined, and then depositing a layer of diamond-like 
carbon upon the foundation layer. 

Suitable materials for the foundation layer are sili- 

5 con nitride, silicon, alumina, and boron nitride. 

Preferably, both the foundation layer and the 
layer of diamond-like carbon are deposited by means 
of an ion-assisted process. 

The Invention will now be described, by way of 

10 example, with reference to the accompanying diag- 
rammatic drawing of an apparatus suitable for the per- 
formance of the invention. 

Referring to the drawing, a vacuum chamber 1 
includes a rotatable support 2 for a number of work- 

15 pieces 3, an electron beam heated hearth 4, an ion 
beam source 5 and a nozzle 6 through which hyd- 
rocarbon vapour can be directed at the wori<pieces 3. 

In use. the workpieces 3 to be coated are placed 
on the support 2. a piece of a suitable material 7 for 

20 fomoing the foundation layer is placed upon the hearth 
4 and the vacuum chamber 1 1s dosed and evacuated 
to a pressure of some 1 0-® Torr. Suitable materials are 
silicon, aluminium or boron. The electron beam to 
heat the hearth 4 Is then switched on together with the 

25 ion beam source 5, which Is such as to provide the 
ions (for example oxygen or nitrogen) which are 
required to form the desired material for the found- 
ation layer. Suitable ion energies are in the range 40- 
80 KeV. The rates of arrival of coating atoms and Ions 

30 at the workpieces 2 are adjusted to produce a coating 
of the required material upon the surface of the work- 
pieces 3. When sufficient material has been depo- 
sited to form a complete foundation layer the ion beam 
hearth 4 is switched off, but the ion beam source 5 Is 

35 kept running. A stream of hydrocarbon vapour is then 
directed at the workpieces 3 from the nozzle 6 while 
the surface of the workpieces 3 are bombarded with 
ions having an energy In the range 40-80 KeV and a 
beam current density of some 5\iA cnrr^ for a period 

40 of some 4 hours during which time the pressure in the 
vacuum chamber 1 is maintained at about 10^ Torr. 
A suitable source for the hydrocarbon vapour is a 
quantity of polyphenyl ether 8 which is contained in a 
heated vessel 9 out of which the nozzle 6 leads. 

45 if desired, the ion beam source 5 may be ener- 

gised before the electron beam hearth 4 so as to 
enable the surfaces of the woricpieces 3 to be cleaned 
by sputtering before the deposition of the foundation 
layer is begun. 

60 The apparatus as described has a twin-anode ion 

source but other types of ion source such as that 
known as a bucket Ion source can be used. 



55 Claims 

1. A method for depositing a diamond-like carbon 
coating upon a substrate. Including the oper- 
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ations of depositing upon a substrate material a 
foundation layer of a material known to be condu- 
cive to the formation of diamond-like carbon as 
hereinbefore defined, and then depositing a layer 
of diamond-ltke carbon upon the foundation layer. 

A method according to daim 1 wherein the foun- 
dation layer comprises a layer of silicon, silicon 
nitride, boron nitride, or alumina. 

A method according to claim 1 or daim 2 wherein 
both the foundatbn layer and the layer of dia- 
mond-like carbon are deposited by means of an 
Ion assisted process. 

A method according to claim 3 wherein there is 
included the operations of placing in a vacuum 
chamber (1) a substrate (3) upon which there Is 
to be formed a foundation layer prior to the dep- 
osition on the substrate (3) of a layer of diamond- 
like carbon, producing in the region of the surface 
of the said substrate (3) a population of atoms of 
a first species to be used to fonm the foundation 
layer, irradiating the surface of the substrate (3) 
with ions of a second species so as to cause the 
atoms of the first species to fomi an adherent 
foundation layer on the surface of the substrate 
(3), providing a carbon containing species in the 
region of the surface of the substrate and subject- 
ing the substrate to furtiier irradiation with the ions 
of the second species thereby to cause carbon 
atoms to be deposited upon the surface of the 
foundation layer as a diamond-like coating as 
hereinbefore defined. 

A method according to daim 4 wherein the ions 
of the second species are capable of reacting with 
those of the first species to form the foundation 
layer. 

A method according to claim 5 wherein the popu- 
lation density of the first and second species at 
the surface of the sut>strate (3) is such as to cause 
the desired material for the foundation layer to be 
formed and deposited upon the surface of the 
substrate (3). 

A method according the claim 5 or daim 6 whe- 
rein thefirst spedes is silicon, aluminium or boron 
and the second species is oxygen or nitrogen. 

A method according to any of claims 4 to 6 whe- 
rein the carbon containing species is an hydrocar- 
bon vapour. 

A method according to claim 8 wherein the carbon 
containing species is polyphenyl ether. 
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10. A method according to any of daims 4 to 9 whe- 
rein the ions are nitrogen ions having an energy 
in the region of 100 KeV and are in the form of a 
beam having a current density in the region of 5 
\i A cnr^ 

11. A method according to any preceding claim whe- 
rein the surface of the substrate is bombarded 
with the ions of the second spedes prior to the for- 
mation of the foundation layer so as to dean the 
surface of the substrate. 

12. An apparatus for depositing a dtanrrand-like coat- 
ing upon a substrate, wherein there is provided a 
vacuum chamber (1) encompassing a support (2) 
for a substrate (3) upon which there Is to be depo- 
sited a coating of diamond-like carbon, as herein- 
before defined, a source (4, 7) of atoms of a first 
species adapted to form a foundation layer upon 
a substrate, a source (5) of tons of a second 
species and a source (6, 8, 9) of a carbon contain- 
ing j 



13. An apparatus according the daim 12 wherein the 
source of atoms of the first species is a hearth (4) 
upon which the said material can be heated to a 
temperature at which it has a significant vapour 
pressure. 

14. An apparatus according to daim 11. daim 12 or 
claim 13 wherein the source of (8, 8, 9) of a car- 
bon containing species is a source of hydrocar- 
bon vapour. 
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